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particle size of the claimed graft polymer is found in the 



Support for the i 
specification on page 9. line 24. 

An early examination on the merits is requested. 
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i, cpf ^ WITH M »»™»«» TO SHOW CHANCES MAPS; 



Claim 1 has been deleted. 
Claim 15 has been added as follows: 

-15. A flame resistant thermoplastic molding composition comprising 
70 to 98 parts by weight of an aromatic polycarbonate. 
0.5 to 20 parts by weight of a graft polymer having average particle 
diameter, d*,, of 0.05 to 2 urn, 
0.5 to 5 parts by weight of a mixture of 
C.1 ) 10 to 90 wt.%. based on C. of a monophosphorus compound of 
formula (I) 



A) 
B) 

C) 



r!-(0)„— p— (0)m— *■ 

(0) m 



0). 



where 

R\ R 2 and R 3 , independently of one another, signify C r C 8 -alkyl. C 8 -C 20 - 

aryl or C^C^-araUcy!, 
m signifies 0 or 1 and 
n signifies 0 or 1 and 
C.2) 90 to 10 wt.%, based on C. of a phosphorus compound of formula (II) 
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where 

R*. R s , R 9 , R 7 , independently of one another, signify C^-alky!. C 5 -C e - 

cycloalkyl, C 6 -C 10 -aryl or C r C 12 -aralkyl, 
I independently of one another, signifies 0 or 1 , 
N signifies 1 to 5 and 

X signifies a mononuclear or polynudear aromatic radical with 6 to 
30 C atoms and 

D) 0 05 to 5 parts by weight of a fluorinated polyolefin with an average 
particle diameter of 0.05 to 1 000 jun. a density of 1 .2 to 2.3 g/cm' and a 
fluorine content of 65 to 76 wt%, and at least one additive selected from 
the group consisting of stabilizers, dyes, pigments, lubricants, mold 
release agents, fillers, reinforcing agents, nucleating agents and static 
agents .- 



Claims 



2, 3, 5-8. 10, 13, and 14 have been amended as follows: 



2. Moulding compositions according to IcJCIaim [1] IS, containing 75 to 
98 parts by weight of an aromatic polycarbonate A. 

3. Moulding composition according to [c]Claim [1] IS, containing graft 
polymers B) producted by copolymerisation of 

5 to 95 parts by weight of a mixture of 

50 to 95 parts by weight of styrene, a-methyl styrene. styrene with alkyl 
substitution in the ring. CVC-alkyl methacrylate. CVC-alky! acrylate or 
mixtures of these compounds and 

5 to 50 parts by weight of acrylonttrile, methacrylonitrile. C,-C fl -alkyl 
methacrylate, C r C e -alkyl acrylate. maleic anhydride. C,-C A -alkyl- or 
phenyl-N-substltuted mal imide or mixtures of th se compounds on 
Mo-5383 " 7 " 
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5 to 95 parts by weight of rubber with a glass transition temperature of 
less than -10°C. 

5. Moulding compositions according to [c]Claim [1] 15, containing 
component C in a quantity of a monophosphorus compound C.1 and an oligomeric 
phosphorus compound C.2 having a synergistic effect. 

6. Moulding compositions according to [c]Claim [1] 15, containing as 
component C a mixture of 12 to 50% wt.% C.1 and 50 to 88 wt.% C.2, 

7. Moulding compositions according to [c]Ciairn [1] 15, containing as 
component C.1 triphenyl phosphate. 

8. Moulding compositions according to [cJCIaim [1] 15, containing as 
Component C.2 an oligomeric phosphate in which R 4 , R 5 , R 6 and R 7 represent 
phenyl groups and X represents a phenylene group. 

10. Moulding compositions according to [cJCIaim [1J 15, wherein 
component D is used in the form of a coagulated mixture with component B. 

1 3. The flame resistant thermoplastic molding composition of Claim [1] 15 
further containing at least one additive selected from the group consisting of 
stabilizers, dyes, pigments, lubricants, mold release agents, fillers, reinforcing 
agents, nucleating agents and static agents. 

14. A method of using the composition of Claim [1] 15 comprising making 
an injection molded article. 
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